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1. REF A COMPR I SED^^^B EVALUATION REPORT OF MISSION BX6739 FILM 

WHICH WAS ORIGINALLY PROCESSED AT AND LATER REPRODUCED FOR ZI 

CUSTOMERS 

2. THE FOLLOWING SPECIFIC COMMENTS FROM REF A ARE EXTRACTED AND PASSED 
TO ACTION ADDRESSEES FOR INFORMATION* 

A. QUOTE - PARA 3 "THE PROCESSING WAS SATISFACTORY ; HOWEVER, THE 
ENTIRE MISSION MATERIAL HAS A SLIGHT YELLOWISH DISCOLORATION. 

THIS DISCOLORATION IS PARTICULARLY NOTICEABLE ALONG BOTH EDGES OF THE 
FILM EXTENDING AFOUT ONE INCH INTO THE FORMAT. THE TEXTURE OF THE 
DISCOLORATION IS SPLOTCHY." UNQUOTE. 

IN REPLY THERETO, PARA 2, REF £ , STATES, QUOTE "WE SUSPECT THAT 
YELLOWISH COLORATION AND BLOTCHY APPREARANCE— RESULTS FROM AN 
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INCOMPLETE REMOVAL OF BLUE DYE IN THE EACKING OF THE TYPE 34P4 FILM. 
COMPLETE REMOVAL OF THE DYE RESULTS IN A UNIFORM COLORATION COMPARABLE 
TO THE COLOR OF THE EDGE. A CORRECT DESCRIPTION OF THE DEFECT IS THAT THE 
CENTER OF THE RECORD IS TOO BLUE AND THE EDGES ARE NEARER TO NORMAL COLOR, 
M WORKING ON METHODS TO IMPROVE DYE REMOVAL ON FULTRON 
PROCESSORS," UNQUOTE . 

B, QUOTE - PAPA 6, *EF A " THERE IS A NOTICEABLE DIFFERENCE IN 
DENSITY FETVEEN THE FIELD AND f^^Pj PRODUCED (ED NOTE - THIS IS ncv* A 
INCORRECT STATEMENT IN REF A SINCE THE 71 COPIES WERE PRODUCED 
DUPLICATE POSITIVES ON THIS MISSION, THE DENSITY OF (CORRECTLY 

GENERATED DP'S IS THIN, HIGHLIGHT DETAIL PRESENT IN THE ORIGINAL 
NEGATIVE AND ON THE FIELD DP'S IS LIGHT TO WASHED OUT ON T HE 
(CORRECTLY PRODUCED COPIES. THE FIELD COPIES ARE OF GOOD 

QUALITY." UNQUOTE. 

3. IN VIEW OF THE SIGNIFICANT DIFFERENCE IN OUTPUT TONE RE PRODUCT 10 NS 
NOTED AT REQUEST PRODUCTION REPRESENTATIVE VISIT 25X1A 

IN ORDER TO INITIATE CORRECTIVE ACTIONS FOR FUTURE 
PARTICIPATION, 
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